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Abstract 


Lighttast ash-colored polycarbonate lenses were prepd. by coloring diethvlene eivcol bis(aiiyl carbonate) 
polymer (I) [25656-90-0] lenses with a liquor con:g. C. I. Disperse Yellow 33 (II), C. I. Disperse Red 6o 
(III), and C. I. Disperse Blue 54 (IV). Thus, I lens was immersed in a compn. contg. fl 0.3, III 0.3, and IV 
20 g in 100 mL H20 for 60 min at 70° to give an ash-colored lens with good lightfastness. 


